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8. (Amended) An organic electro-luminescent device manufactured by the 
manufacturing method according to claim 2. 


Please add new claims 9 and 10 as follows: 


—9. The manufacturing method for an organic electro-luminescent device 
according to claim 7, further including the steps of, prior to said step for forming a light 
emitting layer, forming pixel electrodes corresponding to a plurality of pixel regions and 
banks separating said pixel regions above said substrate; forming a hole injection/transport 
layer above said pixel electrodes of said plurality of pixel regions; and after said process for 
forming a light emitting layer, forming a counter electrode above said light emitting layer.— 
— 10. An electronic equipment, comprising: 

the organic electro-luminescent device according to claim 8.— 


REMARKS 


Claims 1-10 are pending. By this Supplemental Preliminary Amendment, the 
Abstract and specification are replaced with a Substitute Abstract and Substitute 
Specification, claims 1-8 are amended, and claims 9 and 10 are added. 

The attached Appendix includes marked-up copies of the specification (37 C.F.R. 
§1.125(b)(2)) and each rewritten claim (37 C.F.R. §1.121(c)(1)(h)). 

Prompt and favorable examination on the merits is respectfully requested. 
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Should the Examiner believe that anything further would be desirable in order to 
place this application in better condition for allowance, the Examiner is invited to contact 
Applicants' undersigned representative at the telephone number listed below. 


Respectfully submitted, 



James A. Oliff 
Registration No. 27,075 

Eric D. Morehouse 
Registration No. 38,565 


JAO:EDM/gam 

Attachments: 

Substitute Abstract 
Appendix 

Substitute Specification 
Marked-up copy of application 

Date: October 1, 2002 

Oliff & Berridge, plc 
P.O. Box 19928 
Alexandria, Virginia 22320 
Telephone: (703) 836-6400 


DEPOSIT ACCOUNT USE 
AUTHORIZATION 
Please grant any extension 
necessary for entry; 
Charge any fee due to our 
Deposit Account No. 15-0461 
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ABSTRACT 

The present invention provides a manufacturing method for forming an organic 
electro-luminescent device by forming a homogeneous light emitting layer which does not 
incur phase separation. The light emitting layer is formed by discharging ink compositions 
formed of at least two electro-luminescent materials on the substrate following the order 
which starts with an ink composition which has the fewest number of organic electro¬ 
luminescent materials or which is most difficult to be phase separated. 
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APPENDIX 

Changes to Abstract: 

The following is a marked-up version of the amended Abstract: 

The present invention provides a manufacturing method for forming an organic 
electro-luminescent device by forming a homogeneous light emitting layer which does not 
incur the-phase separation. The light emitting layer is formed by discharging ink 
compositions compos e d formed of at least two electro-luminescent materials on the substrate 
following the order which starts with an ink composition which has the fewest number of 
organic electro-luminescent materials or which is most difficult to be phase separated. 
Changes to Claims: 

Claims 9 and 10 are added. 

The following are marked-up versions of the amended claims: 

1. ('Amended') A manufacturing method for an organic electro-luminescent 
device,, comprising-a^ step of 

_forming light emitting layers by discharging., above a substrate., at least two 

compositions! each including at least one organic electro-luminescent material -: and 
the ord e r of ordering discharging said compositions above the substrate 
starting with a composition which has the-a_fewest number of organic electro-luminescent 
materials. 

2. (Amended) A manufacturing method for an organic electro-luminescent 
device., comprising the st e p of : 

_forming light emitting layers by discharging! above a substrate! at least two 

compositions! each including at least one organic electro-luminescent material s and 

when discharging compositions which has the-a_same number of -organic 
electro-luminescent materials, the ord e r of ordering discharging said compositions above the 
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substrate starting with a composition which is most difficult to be phase separated after the 
layer is formed. 

3. (Twice Amended) AThe manufacturing method for an organic electro¬ 
luminescent device according to claim 1, 

further including the step of. during two continuous cycles of discharging said compositions, 
performing the subsequent discharging of a composition b e ing p e rform e d -after the 
composition discharged in a first cycle are dried. 

4. (Amended! A-The manufacturing method for an organic electro-luminescent 
device according to claim 3, 

-t h e- m e thod - compr i s es further including the steps of, prior to said proc e ss step 

for forming a light emitting layer, forming pixel electrodes corresponding to a plurality of 
pixel regions and banks separating said pixel regions above said substrate; forming a hole 
injection/transport layer above said pixel electrodes of said plurality of pixel regions; and 
after said process for forming a light emitting layer, forming a counter electrode above said 
light emitting layer. 

5. (Twice Amended! An organic electro-luminescent device which - is - 
manufactured by the manufacturing method according to claim 1. 

6. (Amended! An electronic equipment, which is provided with an comprising: 
_ the organic electro-luminescent device according to claim 5. 

7. (Amended! A - The manufacturing method for an organic electro-luminescent 
device according to claim 2, further including the step of. 

during two continuous cycles of discharging said compositions, performing the subsequent 
discharging of a composition b e ing p e rform e d -after the composition discharged in a first 
cycle are dried. 
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8. (Amended) An organic electro-luminescent device which -i s- manu factored by 
the manufacturing method according to claim 2. 



ORGANIC ELECTRO-LUMINESCENT DEVICE, MANUFACTURING METHOD?^ 
FOR THE SAME, AND ELECTRONIC EQUIPMENT 


BACKGROUND OF THE INVENTION 


Field of th e Invention 

The present invention relates to an organic electro-luminescent device provided 

th&Tfke, a manufacturing method for the same, and electronic equipment. 


.A'l 


t.i-.'PAsAv \ 

Backgr o und Art-- - —— 

Rcccnt lyyythe development of light emitting elements using organic materials 
for spontaneous light emitting-type displays in place of liquid crystal displays has^een 
proceeding at a rapid pace. With respect to an organic electro-luminescent device 
equipped with a light emitting component using an organic material in the light emitting 

fcSu*><§- o-rH 

layer, ajfnethod for forming a low molecular weight layer using an evaporation process 
disclosed from page 913 in Appl. Phys. Lett. 51 (12), 21 September 198^, and a 
method for coating a large molecular weight layer («S^isclosed from page 34 of Appl. 
Phys. Lett. 71 (1), July 1 99 a re princip a lly known .. 

In the case of using a low molecular weight material no ’ O moans ior coloring, a 
light emitting material differing from that of mask lifting is vapor deposited and formed 
onto the desired image. On the other hand, in the case of a large molecular weight 
material, much attention is being placed on performing the coloring using an ink jet 
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method, due to refinement and ease with which the patterning can be accomplished. 

(xr\) 

. _ wcnt * ona f,^exami3les"are4 cn o w f ras methodsforTorming an organic 
electro-luminescent component by means of such an inkjet method: Japanese Patent 


The following 


Application, First Publication No. Hei 7-235378, Japanese Patent Application, First 
Publication No. Hei 10-12377, Japanese Patent Application, First Publication No. Hei 
10-153967, Japanese Patent Application, First Publication No. Hei 11-40358, Japanese 
Patent Application, First Publication No. Hei 11-54270, and Japanese Patent 
Application, First Publication No. Hei 11-339957. 

In addition, from the standpoint of component manufacturing, in order to 


i mprow thelight Emitting efficiency and durability, the formation of airhole 






r 

--"" 

injection/transport layer between the «/electrode,and light emitting layer is widely 
performed ^disclosed from page 913 in Appl. Phys. Lett. 51 (12), 21 September 1987^. 3 
^rmation of a layer has been performed t^ y mBan s»rf a gating proce ^su ^h as 


Hithc rtQ^^i 

spin coating or the like, using a conductive macromolecule as the buffer layer and/or 
hole injection/transport layer, e.g., a polythiophene derivative and/or polyaniline 


derivative (Nature, 357, 477, 1992). With respect to a low molecular weight material, 
formation of a layer using a phenylamine derivative, as the ^nole. injection/transport 
layer, Jjy uiuuilb Uf evaporation has been reported. 


The aforementioned inkjet methods are extremely rffrrtr tmttii imimnr for 


V 



simply forming a layer having a refined pattern without wasting the light emitting layer 
material cempmmgThe orgariie electro-luminescent material. 

When forming a light emitting layer using an organic electro-luminescent 
material according to an ink jet method, a /composition is employedwhich cojwpiiaJesa--- 
solute and solvent, wherein the aforementioned solute co mpri^o *an organic electro- 
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luminescent material. 


As the aforementioned composition, it is possible to use a composition 

.. . 

c omprifiil^ ojily one type of organic electro-luminescent maferial, However, 
compositions c omprisin g a.plurality of organic electro-luminescent materials are more 



widely used. For example.<T5y ma nna ofc rrfixing a light emitting material and a 
fluorescent material, it is possible to change the light illuminated from the 
aforementioned light emitting material to a light having a different wavelength due to 
the presence of the aforementioned fluorescent material. 

In this manner, in the case of a plurality of organic electro-luminescent 
materials/u^oydefto obtain the desired light characteristics, it is necessary to form a 
layer in a state in which each of the aforementioned organic electro-luminescent 
materials is uniformly mixed without separation therefrom. 

However, the droplets used in the formation of a thin layer according to the ink 
jet method are extremely small, and the evaporation time is short. As a result, the 
solvent molecules that are evaporated from the droplets are saturated prior to being 
sufficiently dispersed from the substrate area, such that even the resultant thin layer is 
re-dissolved. Furthermore, at the time of re-dissolving the aforementioned, the 
respective organic electro-luminescent materials phase separate from each other, which 
in turn results in problems, such as degradation of the performance characteristics of the 
organic electro-luminescent device. 


SUMMARY OF THE INVENTION 
The present invention wa s mad&t e 4? el v « the above-described problems, 
object of the present invention is to provide a manufacturing method, capable of 




/<<*# ° c y 

forming a homogeneous luminescent layer whichicauses no phase separation during 


formation by the ink-jet method, and which is also capable of providing organic electro 
luminescence devices having superior display properties. In addition to the 
manufacturing method, an object of the present invention is to provide organic electro¬ 
luminescence devices having homogeneous luminescehflayers and also having spperior 
display properties. An object of the present intentional so inelude^providpagrelectronic 
equipment provided with the present organic electro-luminesCent^evices! 


'A first aspect of the present invention provides a manufacturing method for an 
organic electro-luminescent device^ compriai £g the stepspf forming light emitting layers 
by discharging above a substrate at least two compositiorcre^ch including at least one 

organic electro-luminescent material, 

_ T — 

< ~ 

Hhe order of discharging said^compositions above the substrate starting with a 

composition which has the fewest number of organic electro-luminescent materials. 

_ _ 

Mt was observed that problems of the phase separation occur more easily with 

ce mpFt fi infe -a-largef number of organic electro-luminescent materials, and 
thus in the discharge formation of a layer, those compositions composing a larger 
number of organic electro-luminescent materials are processed after the compositions 
comprising a fewer number of organic electro-luminescent materials C As a result, the 
aforementioned phase separation due to re-dissolution following completion of the 
discharge formation of the film can be/prevented, and an organic electro-luminescence 
device possessing superior display properties can be reliably manufactured. 

According to a second aspect of the present invention, ^^manufacturing method 
for an organic electro-luminescent device comprising the steps of forming light emitting 
layers by discharging-above a substrate^a^ least two compositions-e^ch including at least 
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one organic electro-luminescent material. 




^heiTdischarging compositions which the same number of organic 


electro-luminescent materials, the order of discharging said compositions above the 
substrate starting with a composition which is most difficult to be phase separated after 
the layer is formed. 

According to the present invention, the organic electro-luminescent 


composition, which is liable to be phase separated after the film formation, is discharge 
formed after the discharge formation of the other organic electro-luminescent 
composition, which is difficult to be phase separated. Thus, it becomes possible to 
thereby prevent the phase separation due to re-dissolution after the discharge formation, 


which results in making it possible to provide a manufacturing method of organic 
electro-luminescent devices having superior display properties. 

A third aspect of the present invention provides a manufacturing method for the 
organic electro-luminescent device, 


r Huiringtwo continuous cycles of discharging said compositions, the subsequent 
discharge of a composition^bew4pj«ferably performed after the droplets of the 
composition discharged in a first cycle are dried. 

According to a fourth aspect of the present invention, theinanufactunng 
method for an organic electro-luminescent device c om p rise s the stejjs^rfibrming said^. 
light emitting layer after forming steps of a plurality of first electrodes corresponding to 
a plurality of pixel regions, a bank layer f# partitionhfg said plurality of pixel regions/a 
/f jjhjne injection/transport layer on said plurality of fi rst electrodes on said first electrode, 
•ond^Bie forming process further c omprise s the step of forming a second electrode on the 


light emitting layer. 



Pfov t aitm^ e rf banks makes it possible to perform the discharge formation of a 

layer by completely separating the two or more ink compositions into separate pixel 

regions. As a result, it is possible to easily maintain the independence of each light 

emitting layer, and thereby obtain an organic electro-luminescent device having 

superior display properties. In addition, a hole injection/transport layer is provid ed 
5 0 O-S 'V'O 

means - of - ^xluo h both a high luminescent efficiency and impiu/cd durability co n- bo - 


- aohi e v e tk . 



Smode in the case when the 


Furthermore, the counter electrode c omprise ^... 
image electrode is anode, and compritf 6 & .an an(3ae electrode in the case when the image 
electrode is cathode. 

The organic electro-luminescent device of the present invention is obtained by 
tHcnnr^^i^ing an aforementioned method for manufacturing an organic electro¬ 
luminescent device according to the present invention. It is possible to obtain an 
organic electro-luminescent device having a uniform light emitting layer and superior 
display properties. 

The present invention also provides an electronic equipment provided with an 
organic electro-luminescent device produced by the above manufacturing-process. 

According to the present invention, it is possible {u aehiovc electronic^ 
equipment that is equipped with a display apparatus having superior display properties. 


BRIEF DESCRIPTION OF THE DRAWINGS 
Fig. 1 is a cfos?sectional view showing a process of a manufacturing method 
for manufacturing an organic electro-luminescent device according to an embodiment of 


the present invention*. 




Fig. 2 is a c foss^ e^ional view showing a process of a manufacturing method 


for manufacturing an organic electro-luminescent device according to an embodiment of 
the present invention^ 

Fig. 3 is a c^ross^etional view showing a process of a manufacturing method 
for manufacturing an organic electro-luminescent device according to an embodiment of 
the present invention^ 

Fig. 4 is a c^ossfsjp^tional view showing a process of a manufacturing method 
for manufacturing an organic electro-luminescent device according to an embodiment of 
the present invention^' 

Fig. 5 is a cpcfs^§@<?tional view showing a process of a manufacturing method 
for manufacturing an organic electro-luminescent device according to an embodiment of 
the present invention^ 

Fig. 6 is a cr^s^gp^tional view showing a process of a manufacturing method 
for manufacturing an organic electro-luminescent device according to an embodiment of 
the present invention j 

Fig. 7 is a cr^s^Pctional view showing a process of a manufacturing method 
for manufacturing an organic electro-luminescent device according to an embodiment of 
the present invention^ 

Fig. 8 is a cj'oss^sp^tional view showing a process of a manufacturing method 
for manufacturing an organic electro-luminescent device according to an embodiment of 
the present invention, ^ 

and^ 9B sh o^ light.emitting spectra of a green light emitting layer ^ ^ 
according to an example and comparative example of the present in~<^it ionj^ig ^9A . 
light emitting spectrum of a comparative examplpT^nd Fig. 9B*hows tl 
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light emitting spectrum of an example!^ v*vr®>^ 


ig^TOA, 10B and IOC are-pgrspective views showing electronic equipment 


equipped with an organic electro-luminescent device manufactured according to a 


manufacturing method of the present invention. 




rv&-' T > 








DE TAILED DESCRIPTION*OF THE INVENTION 
In the following, a manufacturing method for manufacturing an organic 
electro-luminescent device according to the present invention will be described with 
reference to Figs. 1 — 7. 

The manufacturing method according to the present embodiment 




bank formation process; a plasma treatment process; aj^'hole injeptfon/transport layer 
formation process; a surface reforming process; a light emitting layer formation process; 
a cathode formation process; and a sealing process. 

As shown in FigrTTaccording to the aforementioned bank formation process, 
bank layers 12 ^^^arating-e^chpixel region are formedi5y 'me an6j a£e^quentially 


bquentially 


layering-an-inofganic substance bank layer 17.a.and organic substance bank layer 12b on 

'JAtlu JliM) 

a transparent electrode lJ' , co mprioin4 lT0jOP- , tBe like, which is formed on a substrate 10 
onto which TFT or the like (not shown in the Figures) has been pre-provided when 


necessary. 

The aforementioned inorganic substance bank layer 12a may be formed by 
ing an inorganic layer of SiC> 2 , TiC> 2 , SiN, and the like on the entire 
surface of the substrate 10 and transparent electrode 11 according to, for example, a 
CVD process, a spattering process, an evaporation process, or the like; patterning the 
aforementioned inorganic layer using etching or the like; and then providing an opening 




13a in the aforementioned transparent electrode 11. However, at this time, the inorganic 
substance bank layer 12a extends to the marginal areas of the transparent electrode 11. 

^^ ^ o te jh ^^g^yer thickness of the aforementioned inorganic substance bank 
layer 12a is preferably in the range of 50 - 200 nm, with a value of 150 nm being 
particularly preferred. 

Subsequently, an organic substance bank layer 12b is formed on the entire 
surface of the substrate 10, transparent electrode 11, and inorganic substance bank layer 
12 a. 


In addition, the organic substance bank layer 12b is formed by first dissolving a 
standard resist, e.g., acrylic resin, polyimide resin, or the like, in a solvent, and then 
coating this coating, dip coating, or the like. 

The organic substance bank layer 12b is then etcl ]^d^y mioanq^ ^a^ 
photolithography technique or the like to provide an opening 13b. This opening 13hof 
the aforementioned organic substance bank layer 12b is preferably ^rme ckslij' 
larger than the opening 13a of the inorganic substance bank layer 12a. In this manner, 
an opening 13 which opens through both the inorganic substance bank layer 12a and 
organic substance bank layer 12b is formed above the transparent electrode 11. 

Furthermore, the plane shape of this opening 13 is not particularly important 


and may oetnpdse ajyreie, oval, square, or stripe. However, in the case of a square or 
the like, due to the surface tension of the ink composition, it is preferable to round out 
the comers thereof. 

Subsequently, in the plasma treatment process, a region of ink affinity and an 
ink repellent region are formed on the surface of the bank member 12. 


This plasma treatment process is divided into a pre-heating process, an ink 



/ yy <? \ 

affinityproeess f<8^ imparting ink-affinity to the entire surface, an ink repellent process 
■fetf making the organic substance bank layer 12b ink repellent, and a cooling process. 

In the pre-heating process, the substrate 10 including the bank member 12 is 
heated to a predetermined temperature. This heating is performed jay mennr 
installing a heater, for example, at a stage in which the substrate 10 is loaded within the 
plasma treatment chamber, and heating the substrate 10 to 70 to 80°C, for example, 
using this heater at the desired stage. 

^-By m^ ^^^p^rforming this pre-heating process, even in the case when the 
plasma treatment is conducted continuously on a plurality of substrates, it is possible to 
achieve almost constant plasma treatment conditions from immediately after 
commencing the treatment to immediately prior to terminating the treatment. As a 
result, it is possible to impart a uniform affinity with respect to the composition ink of 
the bank portions 12 between substrates 10, which in turn allows for the manufacture of 
a display apparatus having a constant product quality. 

In addition, the substrate 10 is pre-heated beforehand, and thus the processing 


imparthsgJtfK affinity, a plasma treatment 


time for the subsequent plasma treatment can also be shortened. 

In the aforementioned process fw imp 
(O 2 plasma treatment) is performedTn^vvhiclToxygen in the atmospheric air is used as 
the reactive gas. Specifically, the substrate 10 including the bank members 12 is placed 
onto a test stage within the interior of a heater, and oxygen in a plasma state is irradiated 
thereon. 


This O 2 plasma treatment may be performed under the conditions of a plasma 
power of 100 to 800 kW, an oxygen gas flow of 50 to 100 cc/min, a substrate transport 
speed of 0.5 to 10 mm/sec, and a substrate temperature of 70 to 90°C. Furthermore, the 



heating performed according to this test stage is conducted mainly to maintain the 
temperature of the pre-heated substrate 10 . 

^By msang^fthisjOgjjlasma treatment, hydroxyl groups are introduced in the 
exposed surfaces of the transparent electrode 11 and inorganic substance bank layer 12 a, 
and on the entire surface of the organic substance bank layer 12 b, thereby imparting the 
aforementioned with ink affinity properties. ^ s. 

^ -J 

Subsequently, in the aforementioned process impartMg)nk repellent 
properties, a plasma treatment (CF 4 plasma treatment) is“performed in the atmospheric 
air wherein tetrafluoromethane (tetra-fluoro-carbon) is used as the reactive gas. 

Specifically, the substrate 10 including the bank members 12 is placed onto a 
test stage within the interior of a heater, and tetrafluoromethane in a plasma state is 
irradiated thereon. 

This CF 4 plasma treatment may be performed under the conditions of a plasma 
power of 100 to 800 kW, a tetrafluoromethane gas flow of 50 to 100 cc/min, a substrate 
transport speed of 0.5 to 10 mm/sec, and a substrate temperature of 70 to 90°C. 
Furthermore, the heating performed according to this test stage is conducted mainly to 
maintain the temperature of the pre-heated substrate 10 , in the same manner as with the 
first plasma treatment chamber 52. 

Furthermore, the reactive gas is not limited to only tetrafluoromethane, but 
other fluorocarbon gases may also be used. 

According to this CF 4 plasma treatment, ink repellent properties are imparted 
■ mocuwoFj^troducing fluorine groups into the organic substance bank layer, which 



displays an ink affinity by means of the previous process. Hydroxyl groups of the 
organic substances such as acrylic resin and polyimide resin forming the 
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aforementioned organic substance bank layer 12b are substituted easily by the fluorine 
grou pg^byl mcftai^ ^Tadiating a fluorocarbon in a plasma state so that they are imparted 
with the aforementioned ink repellent properties. 

On the other hand, the exposed surfaces of the transparent electrode 11 and" 

inorganic bank layer 12a are slightly affedteif by this CF 4 plasma treatment.^fiowgverT 

. ) 




the CF 4 plasma treatment does noWaffect orfthe affinity. 



By cooling the substrate 10, which has been heated for the plasma treatment 
back, to room temperature or to a predetermined temperature (a temperature 
exe^utiqj^Me ink jet process) in the subsequent cooling process, it is possible to execute 
formation of the hole injection/transport layer at a constant temperature. As a result, it 

is possible to continuously discharge the ink droplets at a constant volume, at the time 

, _ _ 

of discharging the composition ink containing the* hole* nj ection/tfansport layer 
material according to an ink jet method. In this manner, a uniform hole 
injection/transport layer can be formed. 

According to the aforementioned plasma treatment process, b ^nteawsc^I ^ 
sequentially performing the aforementioned O 2 plasma treatment and CF 4 plasma 
treatment with respect to the organic substance bank layer 12a and inorganic bank layer 
12 b( c omprid mg differept-rrfaterials, it is possible to easily provide both a region of ink 






affinity and an ink repellent region in bank member 12. 

Subsequently, in the mole injeefion/transport layer formation process, aA mole ^ 

injection/transport layer 16J^formed toymv. imna^ischarging an ink composition 15 

^- - —’ 

containing the/fiole injection/transport layer material from an opening 13 above the 
aforementioned'ffansparent electrode 11, and then drying and heat treating the 


aforementioned. 



13 


Furthermore, after forming the aforementioned hole injection/transport layer, it 
is preferable to perform processes in an inert gas environment, such as that of a nitrogen 
atmosphere and/or argon atmosphere without water 
As shown in Fig. 2, an ink composition 15 
injection/transport layer material is first filled into an inkjet head 14, the discharge 
nozzle of which faces an opening 13. While mutually moving this inkjet head 14 and 
the substrate 10, the ink composition 15, the liquid amount per droplet of which is 
controlled, is then discharged onto the transparent electrode 11 from the aforementioned 


and oxygen^ 


containing the (hole 


(ha\er^ 


inkjet head 14. 


jji s the ink composition 1 ^u oed here , for example^mixture of a 
polythiophene derivatfye-SjUch as polyethylene dioxythiophene (PEDOT) or the like, and 
a polystyrene sulfonate (PSS), which has been dissolved in a polar solvent may be used^ S 
The aforementioned polar solvent may include, for example, isopropyl alcohol (IPA), 


normal butanol, y -butyrolactone, N-methyl pyrolidone (NMP), 1,3-dimethyl-2- 


imidazolidone (DMI), derivatives thereof, and glycol ethers such as carbitol acetate, 
butylcarbitol acetate, and the like. 

More concrete examples of the ink composition 15 may include a composition 
^ <tompria&3gJJJ18%oy weight of a PEDOT/PSS mixture (wherein the ratio of PEDOT 
to PSS is 1 to 20); 1.44% by weight of PSS; 10% by weight of IPA; 27.48% by weight 
of NMP; and 50% by weight of DMI. Furthermore, the viscosity of the ink composition 


is preferably 2 to 20 Ps, and more preferably approximately 7 to 10 cPs. 

^F^ m cai i isjif ^ing the aforementioned ink composition, it is possible to 
perform stable discharge of the ink composition from a discharge nozzle without 


plugging of the discharge nozzle of the inkjet head 14. 




Moreover, with regard to the material ee n^iai ^g'the holeiiiyectjonnransport 
layer 16, the same material may be used for each light emitting layer of R^pftjd B. 
Alternatively, these materials may also differ from each other as well. 

The discharged ink composition 15 then spreads onto the transparent electrode 
11 and the inorganic bank layer 12a of the opening 13, both of which have been 
imparted with ink affinity properties. In addition, even if the ink composition 15 falls 
out of the predetermined discharge position, and is discharged onto the organic 
substance bank layer 12b, this ink composition 15 falls away from the organic substance 
bank layer 12b and flows into an opening 13 without wetting the organic substance bank 
layer 12b. 

The discharge amount of the ink composition 15 may be determined according 
to the size of the opening 13, thickness of the hole injection/transport layer, 
concentrationpf the /hole injection/transport layer in the ink composition 15, and the 
like. - 


In addition, the discharge of the ink composition 15 to the opening 13 may be 
divided over several cycles instead of discharging all at once. In such a case, the 
discharge amount of the ink composition 15 may be identical each time, or alternatively 
may vary with each cycle. Furthermore, the ink composition is not necessarily 
discharged onto the same location within opening portions 13 every time, and the ink 
composition 15 may be discharged to different locations within opening portion 13. 

Subsequently, a /^^e^epti6n/transport layer 16 is formed, as shown in Fig. 3, 
the'discharged ink composition 15, and evaporating the polar 



solvent contained in the ink composition 15. 

The drying process, for example, may be performed at room temperature under 




a pressure of approximately 133.3Pa (1 Torr) in nitrogen atmosphere. A pressure that is 
excessively low leads to clumping of the ink composition 15, and hence is not desirable 
Furthermore, a small amount of the ink composition 15 remains on and adheres to the 
surrounding wall surface of the bank member 12. Thus, if the aforementioned drying 
temperature exceeds room temperature, the evaporation speed of the polar solvent is 
increased, which leads to an excessive amount of the ink composition 15 remaining on 
the aforementioned wall surface. Accordingly, the aforementioned drying process is 
preferably performed at a temperature not to exceed room temperature. 

After the drying process, the polar solvent and water remainingjin the 
injection/transport layer 16 are preferably removed ( b5^ raonno ojB & ^at treating the 
aforementioned for approximately 10 minutes at 200°C in nitrogen, or preferably in 
vacuum. 

In the aforementioned hole injection/transport layer formation process, the 
discharged ink composition 15 blends into the exposed surface portions of the 
transparent electrode 11 and inorganic bank layer 12a, which exhibit ink affinity 
properties, while for the most part not adhering to the ink repellent, organic substance 
bank layer 12b. Therefore, even in the case when the ink composition 15 is mistakenly 
discharged onto the aforementioned organic substance bank layer 12b, this ink 
composition 15 falls away and flows onto the exposed surface portions of the 
transparent electrode 11 and inorganic bank layer 12a, both of which exhibits ink 
affinity properties. As a result, a hole injection/transport layer 16 can be reliably formed 
onto the aforementioned transparent electrode 11. 

Subsequently, a surface reforming process is performed prior to conduetingthe~ 
light emitting layer forming process. In other words, in order to prevent the<nole 



layer, a non-polar and insoluble solvent to the^olejiyectietfiTfransport layer 16 is used 
with respect to the hole injection/transporfrayerl6, as the solvent for the ink 




mole'' 


composition at the time of forming the light emitting layer^ 

However, on the other hand, the aforementioned hole Imje.ctix5n/transport layer 
16 has a low affinity with the aforementioned non-polar solvent. Thus, even when the 
ink composition of the light emitting layer comprising the non-polar solvent is 
discharged onto the aforementioned, hole injection/transport layer 16, there exists a f© 

J . -^ 

ne ink composition w^^be^pelled by the/mole^jection/transr^rf^ypr 16, which 
makes it impossible to adhere the light emitting layer with the/Tm^inj€ction/transport 
layer 16, or alternatively makes it impossible to form uniform coating of the light 
emitting layer. 

Hence, in order to increase the surface affinity of the aforementioned /hole 
injection/transport layer4 6 with the aforementioned non-polar solvent, it is preferable to 
perform a surface reforming process prior to the formation of the light emitting layer. 

In this surface reforming process, a solvent for use in surface reforming, which 
is identical or similar to the non-polar solvent of the ink composition used attheTime of 

In¬ 
forming the light emitting layer, is coated onto the aforementioried mole — " 

)ink jet method, spin coating method, or dip 


injection/transport layer l^xby 
method, and dried thereon. 

According to an ink jet method, the aforementioned coating is performed by 
lling a solvent for use in surface reforming into an ink jet head, and then 


g into an ink jet 

discharging this surface reforming solvent ontp^the^olehyeptidn/transport layer 16, 
while moving this inkjet head and the substrate 10 to each other, with the discharge 



nozzle of the inkjet head facing the aforementioned'Tioltf injection/transport layer 16. 

In addition, according to a spin coat method, a substrate 10 is, for example, 

loaded onto a stage, and a surface reforming solvent is added thereto in a dropwise 

manner from above. Subsequently, the substrate^ 10 is rotated to spread the surface 

S 6* 

reforming solvent over the^entire 4iol^mjgcti6n/transport layer 16 on the substrate 10. 
Furthermore, although the surface reforming solvent is temporarily spread over the ink 
repellent organic substance bank layer 12b, this surface reforming solvent is blown 
aside by the centrifugal force of the aforementioned rotation, and hence ends up coating 
only the aforementioned'hole injection/transport layer 16. 



FurthermorertKe coating according to a dip method involves immersing a 
substrate 10 in a surface reforming solvent, and following removal, spreading this 
surface reforming solvent over the entire hole injection/transport layer 16. In this case 
as well, the surface reforming solvent is temporarily spread over the ink repellent 
organic substance bank layer 12b, but falls away from the ink repellent organic 
substance bank layer 12b and removed from the surface reforming solvent. 'As^a result, 
the surface reforming solvent ends up coating only the aforementioned fhol 
injection/transport layer 16. 

The surface reforming solvent used here may include compounds identical to 
the non-polar solvent of the ink composition, such as cyclohexylbenzene, 
dihydrobenzofuran, trimethylbenzene, tetramethylbenzene, and the surface reforming 
solvent such as toluene, xylene, and the like are preferable for the spin coat method and 
the dipping method. 

In particular, when performing the aforementioned coating according to an ink 


jet method, dihydrobenzofuran, trimethylbenzene, tetramethylbenzene, 



cyclohexylenzene, a mixture of these compounds, especially the same solvent mixture 
used in the ink composition and the like are preferably used. In the case when 
performing the aforementioned coating according to a spin coating or dip method, 
toluene, xylene, and the like are preferably used. 

With regard to the drying process, in the case when the coating has been 
performed according to an ink jet method, it is preferable to perform the aforementioned 
dryin a^5y^n oano o ^)ading the substrate 10 onto a hot plate and heating the 
aforementioned to a temperature of no greater than 200°C in order to dry the surface 
reforming solvent. On the other hand, in the case when the coating has been performed 
according to a spin coating or dip method, the surface reforming solvent is preferably 
dri ^by^wwigj J^ither blowing nitrogen onto the substrate 10, or by generating an air 
flow onto the surface of the substrate 10 by rotating the aforementioned substrate. 

Moreover, it is also possible to perform the coating of the surface reforming 
solvent after the drying process of the aforementioned hole iniection/transportTayer 
formation process, and then conduct the heat treating propess of thefnole^^ 
injection/transport layer formation process after drying the coated surface reforming 
solvent. 

(^By roeaifs ofpefTorming the aforementioned surface reforming process, the 
surface of the^nole injection/transporLlayer 16 blends in easier with the non-polar 

C- 

solvent. In addition/by mearf s oftheiiubsequent processes, it is possible to uniformly 


coat the ink composition containing the light emitting layer material onto the 
aforementioned hole injection/transport layer 16. 

Moreover, it is also possible to form an ultra thin hole transport layer onto the 


aforementioned hole injection/transport layer bS' Tnean s^lj^rming an ink composition 



by dissolving a commonly used 



sport layer material, such as aryl amine-type 


compound and the like, in the aforementioned surface reforming solvent. The resultant 
ink composition is then coated onto the/hole'injectjon/transport layer according to an 
inkjet method, and dried thereon. 

Although the majority of this hole transport layer is dissolved into the light 
emitting layer coated in a subsequent process, a small amount remains as a thin layer 
between the hole injection/transport layer 16 and the light emitting layer. As a result, 
the energy barrier between the hole injection/transport layer 16 andth^li^t^mitting ^ ^ 
layer is reduced, which in turn allows for easy movementi'b f the /hoje^n^knprovenf^L^^^ 
of light emitting efficiency. 

In the subsequent light emitting layer formatienqjrocess, the ink compositions 
17a, 17b and 17c (not shown), ea ch c om pri^mg ^asoUrtecomponent, e.g., an organic 
electro-luminescent material or the like, and a solvent, are discharged according to the 
following sequence onto aj^molejryectiofiTtransport layer 16 which has undergone 
surface reformation. 'DfyTng and heat treatment of the aforementioned are then 
performed to sequentially form the light emitting layers 18a, l£f^an)l 18c. 

The aforementioned organic electro-luminescent material may include 
fluorene-type high molecular wejghUjerivatives such as shown in chemical formula 1 to 
chemical formula 5, ^hown 

Examples of the organic electro-luminescent materials include (poly)- 
paraphenylene-vinylene derivatives, polyphenylene derivatives, polyfluorene 
derivatives, polyvinyl carbazol, polythiophene derivatives, perylene-type pigments, 
coumarin-type pigments, rhodamine-type pigments, as well as low molecular weight 
organic EL materials and large molecular weight EL materials that are soluble in other 
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pa^hCByl e pu biujhu . r iwultm, jJUljipUuijleaa dorivoti^ n t, pnlyf l rnr a n* ^ 
d u j , n ti— , r^yiri^J-rirhiTnl noluthi o phcne r1m‘vfltivr-« i , rflrylf.ne-ty iy pigTnenWy 

*"&'* 1 n w Tnnlrrnilar weig ht* \ 

, rD ^^ t=t i ^ai i wtor wight EL iuntrurinlf M i ni i lAl . in eibrr J 

herizene derivatives.' For example, it is possible use niblene, perylene, 9,10-dipheoyl 
anthracene, tctraphenyl butadiene, Nile Red, coumarin 6, quinacridone, and the like. 

Furthermore, in the chemicaffonnulal^ the chemical formula 5, n represents. 
the degree of polymerization, rlndieche^ieaf formula 1, n Is in a range of 1,000 to 
500,000, in the chemfcaHort^2^nrisina range of 1,000 to 500, 000, in the chemical 
formula 3, n is in a range of 1,000 to 500,000; in the chemical formula 4, n ranges 
1,000 to 500,000, and in the chemical formula 5, n-ranges 1 5 000 to 500, 00, In 
addition, in the chemical formula 5, R represents H, CHg, C^Hj and so on. 

[chemical formula 1] 



[chemical formula 2] 



[chemical formula 3] 
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[chemical formula 4] 



n-<@4 


n 


As the non-polar solvent, it is preferable to use a compound that is insoluble is 
the fliole injectieriTtransport layer 16, for example, cyclohexylbenzene, 
'dlBydrobenzofuran, trim ethylbenzene, tetramethylbenzene, and the like. 

^y^^j]jj rfj^ptr»ying the non-polar solvent in the ink composition of the 
light emitting layer, it is possible to coat the ink composition without re-dissolving the 
hole injectionAransport layer 16. 

Furthermore, as the solute component, beside the organic electro-luminescent 

material, it is also possible to include an appropriate amount of a binder, such as a 

e, 

surface active agent, a thicker and the like. 

/ 

As shown in Fig. 4, an ink composition 17a is discharged onto a^ ioL 



injection/transport layer 16^ 


ling the ink composition 17a into an inkjet 
head 14 and then discharging this ink composition, the liquid amount per droplet of 
which is controlled, from a discharge nozzle while moving both this ink jet head 14 and 
substrate 10 with respeepo each other, witfrthe discharge nozzle of the ink jet head 14 
facing the aforemqmioned ^JoteTiiijeGfrt^i/transport layer 16. 



I. ,-vO^p W<A^ /***?*•-* V ' . . , 


X 


vL^S «**• KW^HB UV, • \"®fc , , K , . . . 

fo^w ^ . 3 22 v ^ ros-VV ^ Mt_ 

fnole 


17 °- 


Cp organic substance bank layer 12b, it falls away and flows onto the 

injection/transport layer 16. In this manner, it is possible to form a layer of the ink 
composition 17a which is tightly adherent to the hole injection/transport layer 16. 

The amount of the ink composition 17a is determined based on the thickness of 
the light emitting layer 18a to be formed, the concentration of the light emitting layer 
material within the ink composition, and the like 

In addition, the discharge of the ink composition 17a orito jhe fl iol 
injection/transport layer 16 may be performed with the dropwise addition of the ink 
composition 17a divided over several cycles instead of discharging all at once. In such 
a case, the droplet amount of the ink composition 17a may be identical each time, or 
alternatively may vary with each cycle. Furthermore, instead of being discharged to the 
same location on the hole injection/transport layer 16 each time, the ink composition 
17a droplets may also be discharged arranging different locations witfyin the mole ^ 
injection/transport layer 16. 

Subsequently, a light emitting layer 18a is formed, as shown in Fig. 5, by 

"Z the discharged ink composition 17a, and evaporating the polar solvent 
contained in the ink composition 17a. 

The drying process, for example, may be performed at room temperature under 
a pressure of approximately 133.3Pa (1 Torr) in nitrogen atmosphere for 5 — 10 minutes, 
or by spraying nitrogen therein at 40°C for 5 — 10 minutes. 

Other m©s»6 fojj>efforming the aforementioned drying may include, for 
example, a far infrared irradiation method, a high-temperature nitrogen gas spraying 
method, and the like. ''S 

Subsequently, as shown in Fig. 6, a second light emitting layer 18b»is fornjed"^ 
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m oon ! M ? ^dfopwise addition and drying of an ink composition 17b, in the same 
manner as with the aforementioned ink composition 17a. Thereafter, a third light 
emitting layer 18c is formed in a similar manner (by' moano -^ ^ropwise addition and 
drying of an ink composition 17c, as shown in Fig. 7, to yield a substrate having three 
types of light emitting layers 18a, 18b, and 18c formed thereon. 

Here, the formation sequence of the aforementioned three types of light 
emitting layers 18a, 18b, and 18c is determined in the following manner. 

First, in the case when the number of organic electro-luminescent materials is 
different, the formation sequence sjtarts with t)ie layer comprising the fewest organic 
electro-luminescent materials^ If a light-emitting 1 aya coipt-ttaving a 


/ / o‘" 

ation/chi 


large number of components is formed-first, t horo o? e ioto tho foar^of phase sepafationfdue 
to re-dissolution of the initially formed ligfifemitting layer, by the solvent vapor- 
evaporated from the ink composition of a light emitting layer oo mfm s ig g a differ 
color, which has been formed later. 

In addition, in the eases^hen the number of organic electro-luminescent 
materials c pmprioMfg thej^specfive ink compositions is identical, the aforementioned 
formation sequence starts with the ink composition q om p ristf tg the -oygafnc electro¬ 
luminescent materials that are most difficult to phase separate. The degree of difficulty 
for phase separation may be determined b> < moan e o £dry W the ink compositions to be 
compared under identical drying conditions, and comparing the degree of phase 
separation of the resultant light emitting layers. At this time, the aforementioned 
“identical” drying conditions may include natural retention, drying by heating, and 
drying under reduced pressure, and the natural retention is preferably selected. 

The degree of phase separation may be determined by the amount of light of a 
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wavelength obtained at the time of complete phase separation that remains in the light 
emitting spectrum of the resultant light emitting layer. In addition, it is also possible to 
determine the degree of phase separation by the proportion of light of a wavelength 
resulting when complete phase separation does not occur, in the light emitting spectrum 
of the resultant light emitting layer. 

In the cathode formation process, a cathode 19 is formed over the entire 
surfaces of the light emitting layers 18a, 18b, 18c, and organic substance bank layer 
12b. This cathode 19 may be formed by laminating a plurality of materials. 

For exarjajSleTi^is preferable to use a material such as Ca and Ba, whose work 
function is l ow, layer close to the light emitting layer, and sometimes it is 

more preferable to form a thin LiF layer as an underlayer, depending on the nature of 
the layer material formed on the light emitting layer. In addition, the cathode upper 
layer (sealing side) is preferably formed by materials such as an A1 layer, an Ag layer, a 
Mg/Ag layer and the like, which have a larger work function than that of the lower 
layer. The thickness of the upper cathode layer is preferably within a range of 100 to 
1,000 nm, and more preferably, within a range of 200 to 500 nm. 

The aforementioned cathode layer is preferably for 
example, an evaporation method, spattering method, CVE^tnethoff'orthe like. In 
particular, formation according to an evaporation method is preferable from the point of 

, l6b*ai)d 



view of preventing the light emitting layers 18a, l$bjj apd 18c from being damaged by 
heat. 


In addition, it is also possible to form the lithium fluoride 1 aye^onj^ oi^the) 


light emitting layers 18a, 1 



18c, or alternatively only on a^pemftedTTght 


emitting layer. In such as case, the cathode upper layer formed from calcim 
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/ hJ^^ntaclfw™ theyother light emitting layers. 


In addition, it is also possible to provide a protective layer comprising SiO, 


SiC> 2 , SiN, or the likeyonto the cathode layer to prevent from oxidation. 


/ ^Lastlydn the sealing-pro^s, a sealing layer 20 is formed by irre auaaif^dating 
a sealing agenrco mprisifig atjaermosetting resin or ultraviolet light cured resin onto the 
entire surface of the cathode 19. Furthermore, a sub strate~^ed^^^^^)[not shown in 


(not shown in 


the Figur^s^-is then laminated onto the sealing layer zOT 


This sealing process is preferably conducted in the environment of an inactive 
gas, such as nitrogen, argon, helium, or the like. In the case when performing the 
aforementioned sealing process in air and a de|he^stjch as pin hole or the l ikel y 
generated in the cathode layenj horc cxi3t3 the fear tha t^vater, oxygen, and the like wil} / 


penetrate into the cathode 19 tmbugh" the'aforementioned defect, resulting in the 
undesirable oxidation of the cathode 19. 

In this manner, an organic electro-luminescent device shown in Fig. 8 is 
obtained. 

According to the present embodiment, the discharge formation of a layer of the 
ink composition completing a^re^ternumbe^o£^rganic materials is performed after 


that of the ink composition co mprisirt ^ fewgt-or^anic electro-luminescent materials. In 
addition, in the case when the ink compositi bns c o m pri^ ejhgusm^e number of organic 
electro-luminescent materials, this discharge formation of a layer is performed in a 
discharge sequence, starting with the ink composition comprising the organic electro¬ 
luminescent materials that are most difficult to phase separate. As a result, it is possible 
to prevent the phase separation occurring due to re-dissolution after the discharge 


formation of a layer. Accordingly, an organic electro-luminescent device having 



26 



superior display properties can be reliably manufactured. 

In the following, the electronic equipment comprising the organic electro¬ 
luminescent device manufactured according to the aforementioned embodiment will be 
described using concrete examples. 

Fig. 10A is a perspective view showing an example of a portable telephone. In 
Fig. 10A, reference numeral 600 denotesji main body 6Q0 of the portable telephone, 

c electro-luminescent devjd^T^ 


Fig. 10B is a perspective view showing an example of a portable information 
processing apparatus, e.g., word processor, personal computer, or the like. Fig. 10B 
shows an information processing apparatus 700, an input unit as a keyboard or 

the like, the main body 703 of the information processing apparatus, and an organic 


electro-luminescent device as a displ ay un it 702. 

/ _ 

Fig. 1QC is an efeiiqttLyiewjsbiwring an example of an electronic wristwatch. 
In Fig. 10C, the main body 800 of the watch, and an organic electro-luminescent device 
as a display unit 801 are shown. 

According to the present embodiment, it is possible to provide electronic 
equipment that is equipped with a display apparatus possessing superior display 
properties. 


Examples 

The organic electro-luminescent devices of the Examples and Comparative 
Examples were manufactured according to the above-described embodiments. The 
concrete manufacturing conditions are described below. The conditions are common to 



all of the Examples and Comparative Example except the formation sequence for 
manufacturing the light emitting layer. 

Bank Formation Process 

A bank layer was formed so as to be opened on the transparent pixel electrode 
made of ITO. Since the transparent electrode was formed in a matrix form having a 
pitch of 70.5 micron meter, the bank layer was also formed in a matrix form having a 
pitch of 70.5 micron meter. The bank layer (bank) was formed by laminating inorganic 
bank layers made of Si (>2 and organic substance bank layers made of polyimide. Each 
layer was formed on the etched layer formed by photolithographic technique. Circular 
openings were made for the bank layers and the opening for the organic substance bank 
layer was formed in a diameter of 28 micron meter and the opening for the inorganic 
bank layer was formed in a diameter of 44 micron meter. The organic substance bank 
layer was formed at a height of 2 micron meter and the inorganic bank layer was formed 
at a height of 150 nm. 


Plasma Treatment Process 

An O 2 plasma treatment was performed as a process for imparting ink affinity. 

& 

This O 2 plasma treatment was conducted under the conditions of room J^nperature, 
atmospheric pressure, a power of 300W, an electrode-substrate distance of 1 mm, an 
oxygen gas flow amount of 100 cc/min, a helium gas flow amount of 10 l/min, and a 
table transfer rate of 10 mm/s. Subsequently, a CF4 plasma treatment was performed as 
a process for imparting ink repellent properties. This CF4 plasma treatment was 
conducted under the conditions of a CF4 gas flow amount of 100 cc/min, a helium gas 
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flow amount of 10 1/min, and a table transfer rate of 3 mm/s. 


Hole Injection/Transport Layer Formation Process 

An ink composition (a mixture of “Baytrom P” manufactured by Bayer AG and 
a polystyrene sulfonate) for use in a^/nole injpeuon/transport layer shown in Table 1 


was discharged from the heaS 


“Inkjet printer (MJ-9300 manufactured by Epson) at 


15 pi to form a pattern coat. The solvent was then removed at room temperatureundef a 
vacuum (1 Torr) for 20 minutes. The same ink composition for use in a^/nole 
injection/transport layer was then discharged at 15 pi to form a patterh coatf^fter 
removing the solvent at room temperature under a vacuum (1 Torr) for 20 minutes, a 
heat treatment was performed in air atmosphere at 200°C (on a hot plate) for 10 minutes 
to form an hole injection/transport layer. 



Table 1: Ink Composition for Hole Injection/Transport Layer 


Composition 

Material name 

Composition 

(wt%) 

hole injection/ transport layer 
materials 

Bytron P 

11.08 


Polystyrene sulfonate 

1.44 

Polar solvents 

Isopropyl alcohol 

10 


N-methyl pyrolidone 

27.48 


1,3-dimethyl-2- 
imidazolidone 

50 


Surface Reforming Process 

1,2,3,4-tetramethyl benzene was discharged from an ink jet printer (MJ-930C 
manufactured by Epson) to form a coat. Subsequently, the aforementioned was placed 
on a hot plate that was heated to a temperature below 200°C and dried. 


Light emitting layer Formation Process 

The ink compositions shown in Tables 2 to 4 were prepared. Table 2 shows an 
ink composition (green) for a light emitting layer. Table 3 shows an ink composition 
(blue) for a light emitting layer; and Table 4 shows an ink composition (red) for a light 
emitting layer. Furthermore, compounds 1, 2, 4, and 5 in the Tables are respectively 
described above in Chemical Formula 1 to 5. 
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Table 2: Ink Composition (Green) for a Light emitting layer 


Composition 

Material name 

Composition 

weight 

Light emitting layer 
Materials 

Compound 1 

0.76 g 


Compound 2 

0.20 g 


Compound 4 

0.04 g 

Solvent 

1,2,3,4-tetramethyl benzene 

100 ml 


Table 3: Ink Composition (Blue) for a Light emitting layer 


Composition 

Material name 

Composition 

weight 

Light emitting layer 

Material 

Compound 1 

1.00 g 

Solvent 

1,2,3,4-tetramethyl benzene 

100 ml 


Table 4: Ink Composition (Red) for a Light emitting layer 


Composition 

Material name 

Composition 

weight 

Light emitting layer 
Materials 

Compound 1 

0.7 g 


Compound 2 

0.2 g 


Compound 5 

0.1 g 

Solvent 

1,2,3,4-tetramethyl benzene 

100 ml 
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Example 1 

Initially, a blue light emitting layer was prepar( gfby m e ans o £d i^harging the 
ink composition (blue) for a light emitting layer comprising a concentration of 1% 
(wt/vol) shown in Table 3, from an inkjet printer (MJ-930C manufactured by Epson) by 
20 pi under an N 2 gas flow, and then drying under the conditions of 25°C and 1 atm. 

Subsequently, a green light emitting layer was prepared 
discharging the ink composition (green) for a light emitting layei; 
concentration of 1% (wt/vol) shown in Table 2, into a neighboring opening 13 at 20 pi 
under an N 2 gas flow, and then drying under the conditions of 25°C and 1 atm. 



Example 2 

Initially, a blue light emitting layer was preparecffiym aa rto o£ finscharging the 
ink composition (blue) for a light emitting layer compriokigacgnedntration of 1% 
(wt/vol) shown in Table 3, from an inkjet printer (MJ-930C manufactured by Epson) at 
20 pi under an N 2 gas flow, and then drying under the conditions of 25°C and 1 atm. 

Subsequently, a red light emitting layer was prepared j 5y' m 8 a n » « gf di scharging 
the ink composition (red) for a light emitting lay^r":om priTifTg a conc entration of 1% 
(wt/vol) shown in Table 4, into a neighboring opening 13 at 20 pi under an N 2 gas flow, 
and then drying under the conditions of 25°C and 1 atm. 

Thereafter, a green light emitting layer was prepared { 5y ~tn w ww i of dj^ charging 
the ink composition (green) for a light emitting layer c pmpwaflig a concentration of 1% 
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(wt/vol) shown in Table 2, into a neighboring opening 13 at 20 pi under an N 2 gas flow, 
and then drying under the conditions of 25°C and 1 atm. 


Comparative Example 1 

Initially, a green light emitting layer was prepare^H5y 
ink composition (green) for a light emitting layer c ^mpri 






scharging the 
ltration of 1% 


(wt/vol) shown in Table 2, from an inkjet printer (MJ-930C manufactured by Epson) at 
20 pi under an N 2 gas flow, and then drying under the conditions of 25°C and 1 atm. 

Subsequently, a blue light emitting layer was prepared b ymccuv) trfj &charging 
the ink composition (blue) for a light emitting layei^^c ^priafftg ajsoneelffration of 1% 
(wt/vol) shown in Table 3, into a neighboring opening 13 at 20 pi under an N 2 gas flow, 
and then drying under the conditions of 25°C and 1 atm. 


Cathode Formation Process 

After forming a LiF layer having a thickness of 2 nm by a vapor deposition 
method as the cathode layer, a calcium layer having a thickness of 20 ran was formed by 
a vapor deposition method. An aluminum layer of 200 nm was then formed as the 
cathode layer by a spattering method. 


Sealing Process 

A sealing layer was 



epoxy resin onto the entire surface of the cathode. Furthermore, a substrate for use in 
sealing was laminated onto the aforementioned sealing layer to prepare the organic 
electro-luminescent device according to the Examples and Comparative Example. 
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Evaluation 

The light emitting spectrums of the green light emitting layers of the organic 
electro-luminesfient'device according to the Comparative Example and Example 1 are 
shown in ^i^9^As shovyndnVig. 9 A, a blue luminescent (430 nm) originated from the 
coiBpouHd'Tremahied in the green light emitting layer of the Comparative Example 
showed a spotty luminescent exhibiting color of light blue. 

In contrast, as shown in Fig. 9B, the green light emitting layer of Example 1 
displayed a green fluorescent luminescent (530 nm) having an approximately uniform 
spectrum. 

In addition, the blue light emitting layers of the Comparative Example and 
Example 1 both displayed a uniform spectrum of blue luminescent (430 nm) originated 
by the compound 1. 

Hence, the formation efficiency of forming the light emitting layers in the order 
starting with the layers having the fewest number of organic electro-luminescent 
materials was confirmed from the aforementioned. 

In addition, the blue light emitting layer (430 nm), red light emitting layer (640 
nm), and green light emitting layer (530 nm) of the organic electro-luminescent device 
according to Example 2 each showed a uniform spectrum. 


Both the ink compositions of the (red) light emitting layer and (green)' _ 

s' 

emitting layer cejnptistf^thr§e-erganic electro-luminescent m^terialsjfhowsi^-atSon 


comparing the difficulty of phase separation of these ink compositions under the 
conditions of N 2 flow, the ink composition of the (red) light emitting layer was found to 
be more difficult to phase separate. 



Hence, in the case when the ink compositio: 
organic electro-luminescent ma'terials/fthe efficienpy<rf"forming the light emitting 



number of 


layers in the order starting with the layer that is the most difficult to phase separate was 
confirmed from the aforementioned. 

As described above, according to the method for manufacturing an organic 
electro-luminescent device of the present invention, it is possible to manufacture an 
organic electro-luminescent device having superior display properties in which phase 
separation due to re-dissolution after completion of forming layer can be prevented. 

In, addition, the organic^electro-luminescent device according to the present 
inversion co mprisde. a uniformjight emitting layer(s) and also exhibits superior display 


properties. 

In addition, the present invention provides the electronic equipment which is 
capable of having superior display properties. 



